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INVESTIGATION OF STATIC STRENGTH AND CREEP BEHAVIOR 
OF AN ALUMINUM-ALLOY MULTIWEB BOX BEAM 
AT ELEVATED TEMPERATURES 


By Eldon E. Mathauser 
SUMMARY 


The results of an investigation to determine the static strength and 
creep behavior at elevated temperatures of seven nominally identical 
multiweb box beams made ОҒ 2585-75 aluminum alloy are presented. Тһе 
methods that were used to predict failure stresses in the static- 
strength tests were in good agreement with the experimental results. 
Creep deflections and creep lifetimes are presented for beams subjected 
to constant loads and to various heating conditions. Lifetime is sat- 
isfactorily predicted from material stress-rupture data when tensile 
failure occurs at both constant or varying temperatures. 


INTRODUCTION 


Determination of static strength and creep behavior of fabricated 
structures subjected to elevated temperatures is а problem of impor- 
tance in the design of aircraft. Room-temperature static strength of 
fabricated structures such &s box beams can be estimated from methods 
of the type outlined in reference 1. Although these methods may be 
used to estimate elevated-temperature static strength of box beams, the 
results have not been verified experimentally. 


At present, no methods are available for predicting creep behavior 
of fabricated structures. Studies have been made to obtain procedures 
for determining creep behavior of structural components such as colums, 
stiffened panels, and solid-section beams (for example, refs. 2 to 4); 
however, extension of these procedures for application to box beams has 
not been made. The prediction of creep behavior of fabricated struc- 
tures is a complex problem for which approximate or empirical solutions 
may be most practical. Іп any case, the prediction of creep behavior 
should be guided and confirmed by experimental data. 
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In the present paper, а study is made of the results obtained from 
static-strength and creep tests at room temperature and elevated temper- 
atures of seven nominally identical multiweb box beams of 24S-T3 alum- 
inum alloy. Static strengths are determined from procedures given in 
references 1, 5, and 6 and are compared with the experimental data. 
Tensile and compressive failures of the box beams are predicted in the 
static-strength tests for different temperatures and different exposure 
times. For tensile failure in the creep tests, the lifetimes for beams 
subjected to constant load and either constant or varying temperatures 
are predicted from tensile creep data presented with the use of a time- 
temperature parameter (ref. 7). 


TEST SPECIMENS, EQUIPMENT, AND PROCEDURES 


The seven nominally identical box beams fabricated for this inves- 
tigation were tapered multiweb beams. The beam dimensions, the loca- 
tion of the supports, and the points of application of loads are indi- 
cated in figure 1. Figure 2 shows a cross section of the box beams. 
The beams were made of 2HS-T3 aluminum-alloy sheet, except that 
75S-T6 aluminum-alloy angles were selected because of availability. 
The angles were used to join the webs and cover plates and were also 
used as upright stiffeners on the webs at the supports and at the 
points of application of the loads. The dimensions and material 
thicknesses of the seven box beams fabricated for the static-strength 
and creep tests are shown.in table I. Both cover plates of the box 
beams were of equal thickness. The buckling stress of the compression 
cover plate at room temperature for this beam design was approximately 
equal to the compressive yield stress of the material. For this beam 
design, failure at room temperature was expected to result from in- 
elastic buckling of the compression cover. 


The beams were tested at elevated temperatures іп a furnace. Іп 
figure 5, the furnace is shown in a raised position to expose the test 
beam. Additional equipment shown includes the power control panel, 
the temperature recorder, the load-deflection recorder, and the con- 
trol panel for the hydraulic loading apparatus. Hydraulic jacks were 
used to apply tip loads on the specimens in the static-strength tests. 
Weight cages were substituted for the hydraulic jacks in the creep tests 
to obtain constant loads. The temperature of each specimen at several 
stations along the beam was obtained by using iron-constantan thermo- 
couples. During the МЕНЫН; the specimen temperature was controlled 


within approximately tal F of the desired temperature. In the creep 
tests, deflections were jm by using small-diameter steel wires to 


transfer the creep deflections of the beam to gages mounted outside the 
furnace. 
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In the static-strength tests, the beams were heated to the test 
‘temperature, exposed to test temperature for a selected period of time, 
and then tip loads were applied hydraulically at a uniform rate. Maxi- 
mum load was attained іп about 15 minutes. Loading of the weight cages 
and heating of the beams began simultaneously in the creep tests. 
Approximately 15 minutes were required to load the weight cages. The 
furnace reached the test temperature in 15 minutes; however, an addi- 
tional 45 minutes was required to stabilize the beams to the test 
temperature. Failure time was measured from the beginning of heating. 


RESULTS AND DISCUSSION : 


Static-Strength Tests 


Test results.- Three box beams were tested to determine static 


strength at room temperature, at 370° Р with = - hour exposure, and at 


4959 F with 2-hour exposure. The results of these tests are summarized 
in table II. Compressive failure of the beams occurred at room temper- 
ature and at 370° F; tensile failure occurred at 425° F. Examples of 
these failures are shown in figure MH. 


Failure stresses associated with the maximum test loads are shown 
in table Ii. These stresses were calculated by assuming that a fully 
plastic rectangular stress distribution was produced on the beam cross 
section where failure occurred when the maximum experimental loads were 
applied. The net section of the tensile cover plate was used in the 
calculations. 


Analysis for type of failure and prediction of static strength.- 
The magnitude of the stress that will produce failure of the tension 
cover plate is determined from the ultimate tensile strength of the 
material. The ultimate tensile strengths of the box-beam cover-plate 
material obtained for temperatures and exposure times corresponding to 
the test conditions are shown in figure 5. These data supplemented 
with data from reference 8, as well as the failure stresses associated 
with the maximum test loads of beams 1 to 3, are plotted in figure 6 
for the two exposure times. 


Compressive stresses that will produce failure of the cover plate 
can be determined from equation (6) of reference 1. These stresses 
are also plotted in figure 6. The rivet clamping distance of this 
beam cross section is required to calculate the magnitude of the maxi- 
mum compressive stress for the cover plate and is assumed to be the 
distance from the web plane to the near edge of the shanks of the 
rivets which attach the webs to the cover plates. The plasticity 
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coefficient п used in equation (6) of reference 1 was evaluated from 
compressive stress-strain data in figure 5 of the present report and 
from data of reference 9. 


Compressive failure of the beam is predicted from figure 6 for all 
temperatures except in the range from 370° F to 480° F for 2-hour expo- 
sure in which tensile failure is predicted. The test results agree with 
these predictions. Since the magnitude and the type of failure stress 
are predicted, the maximum tip loads can be calculated. If a fully 
plastic rectangular stress distribution is assumed on the beam cross 
section at failure, tip loads associated with these predicted failure 
stresses will be obtained as shown in table II. Good agreement between 
the predicted loads and experimental loads is obtained. If stress 
distributions of the type given in references 5 and 6 are assumed, 
substantially the same maximum tip loads will be obtained. For these 
calculations, it was assumed that the stress-strain properties of the 
75S-T6 &luminum-alloy angles are identical to the properties obtained 
from the material used in the 24S-T3 aluminum-alloy box beams shown in 


figure 5. 


Creep Tests 


Test conditions and experimental results.- Four box beams were 
tested to determine creep behavior under several test conditions. The 
conditions and results of the tests are summarized in table III. Creep 
deflections were obtained along the longitudinal center Line of the 
beam at the stations indicated in figure 7(a). 


Beam 4} and beam 5 were tested at constant temperatures of 375° F 
and 425° p, respectively, until failure resulted. Beam 4 was subjected 
to a tip load of 5,400 pounds, and beam 5 was loaded at the tip with ` 
3,750 pounds. Creep deflections obtained in these tests are given in 
figures 7(b) and 7(c). Failure occurred in each test by rupture of the 
tension cover plate. 


Beam 6 was subjected to constant load and was heated intermittently. 


After an initial heating period of approximately 38 hours at 425° F, the 
beam was cooled to room temperature. The specimen was then subjected to 
temperature cycles of approximately 8 hours at 405° Е and of approxi- 
mately 16 hours at room temperature until failure occurred. The periods 
at room temperature indicated by the discontinuities in the curves have 
been omitted in the deflection-time history shown in figure 7(d). Тһе 
load remained on the specimen until failure occurred. Failure in this 
beam occurred by buckling of the compression cover plate. 


Beam 7 was subjected to a constant tip load at various test temper- 
atures with intermittent heating. The creep deflections at station 1 
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and the temperature history are shown in figure 7(e). Periods of approx- 
imately 16 hours during which the specimen was cooled to room tempera- 
ture have been omitted in the figure. The load was maintained on the 
specimen until failure occurred by tensile rupture. 


The tensile and compressive failures in the creep tests resembled 
the failures shown in figure 4. However, evidence of local yielding, or 
plastic flow of the tension cover plates near the rivets at the beam 
center section, was observed at the completion of the tests. Local 
yielding resulting from stress concentrations was not visible in the 
static-strength tests. 


The deflection-time curves of figure T show that the beams failed 
soon after the beginning of accelerated deflection, and that little 
additional deflection was obtained from the beginning of &ccelerated 
deflection to the time of collapse. This behavior suggests that the 
deflection-time history of box beams may give little warning to indi- 
cate when collapse is imminent. 


Determination of creep deflections.- An attempt was made to calcu- 
late creep deflections by using tensile creep data given in references 10 
to 15. The calculated deflections, in general, were substantially less 
than the experimental values. Іп part, this disagreement was probably 
due to the use of tensile creep data that were not representative of the 
box-beam material апа of test conditions for the beams. Also, shesr 
and bearing distortions &t the riveted connections were neglected in 
the calculations. Distortions were noticeable around the rivets and 
may have produced a significant increase in the creep deflections. At 
present, no method is available for predicting these effects on creep 
deflections. 


Prediction of lifetime for constant load and constant temperature.- 
Tensile stress-rupture data are used in the present report for predicting 
tensile rupture time for beams subjected to constant load and constant 
temperature. A master rupture curve for 24S-T3 aluminum alloy is 
obtained by plotting tensile stress-rupture data (refs. 10 to 13) in 
terms of the parameters given in reference 7. These parameters (shown 
in fig. 8) are stress and Т.(17 + log t), where Tp is temperature in 


degrees Rankine, t is rupture time in hours, and 17 is a material 
constant evaluated for 24S-T3 aluminum alloy in reference 14. 


The results of the present box-beam creep tests are shown in fig- 
ure 8 in terms of maximum bending stresses, temperatures, and failure 
times from table III. The predicted failure times for the beams, 
obtained from the master rupture curve, are given in tables III and IV. 
Satisfactory agreement between the predicted and experimental life- 
times is obtained for tensile failures. 
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Beam 6, intermittently heated at 425° F, failed by buckling in 
approximately 80 percent of the time predicted for tensile failure. 
This beam was subjected to a smaller tip load than beam 5 (tested at a 
constant temperature of 425° F) for which tensile failure occurred. No 
criterion has been established for predicting the occurrence of compres- 
sive failure in the box beams from the limited test data. The master 
rupture curve does, however, establish the approximate upper limit for 
lifetime of these beams. 


Prediction of lifetime at constant load and varying temperatures.- 
The lifetime of box beam 7 was predicted by assuming that figure O could 
be used to determine rupture time for & specimen subjected to constant 
stress and varying test temperatures. Beam 7 was subjected to a bending 
stress of 30.0 ksi and to several temperatures for periods shown in fig- 
ure T(e). These periods at each temperature include the 1 hour required 
to heat and to stabilize the specimen at test temperature but do not 
include the time during which the specimen was cooled to room temperature. 


In this report, it is assumed that the heating and the cooling 
periods may be reduced to equivalent time at test temperature by means 
of the relation (see ref. 7) 


m (17 + log ta) = To(17 + log t2) (1) 


where Ту and То represent different test temperatures in degrees 
Rankine, and {у and to represent time at the respective test tem- 


peratures. The time-temperature history of the heating and the cooling 
periods of the beam was divided into вша11 time increments, and the pre- 
vious relation (ед. (1)) was used to reduce the time increments to corre- 
sponding time increments at test temperature. These computations indi- 
cated that each heating and each cooling period corresponded to 
approximately 0.60 hour and 0.25 hour, respectively, at test temperature. 
The time at each test temperature shown in table IV includes these 
adjustments for the heating and the cooling periods. The beam lifetime 
predicted from Pigure 8 for each test temperature and the percentage of 
the predicted lifetime exhausted at each test temperature are also given 
in this table. ‘The total of the percentages in column (4) of table IV 
indicates that the lifetime predicted in this manner is approximately 

5 percent less than the experimental lifetime. The accuracy of the life- 
time predicted for this case compares favorably with the accuracy of the 
lifetime predicted for tensile failure for constant test temperatures in 
table ІІІ. 
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CONCLUDING REMARKS 


Both tensile and compressive failures occurred in the static- 
strength and creep tests of seven nominally identical multiweb box beams 
ОҒ 24S-T3 aluminum alloy at different loads, temperatures, and exposure 
conditions. Іп the static-strength tests, the type of failure was рге- 
dicted accurately, and the failing or maximum loads were determined sat- 
isfactorily from methods given in the literature. Tensile failure time 
in the creep tests was predicted satisfactorily for these particular box 
beams when subjected to constant load and either constant or varying 
temperatures. Tensile creep data plotted in the form of stress against 
a time-temperature parameter were used for prediction of the lifetime of 
the box beams. No methods were found that satisfactorily predicted creep 
deflections or creep buckling failure. 


Langley Aeronautical Laboratory, 
National Advisory Committee for Aeronautics, 
Langley Field, V&., August 23, 1954. 
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TABLE І.- DIMENSIONS ОҒ 24S-T3 ALUMINUM-ALLOY MULTIWEB BOX BEAMS 


Beam depth, in. | Cover plate, in. Web 


Beam thickness, 


888888 
ооооооо 


1 
2 
2 
d 
2 
6 
T 


TABLE ТТ.- STATIC-STRENGTH TEST CONDITIONS AND RESULTS 


Magnitude 
Test Exposure | Maximm | Of failure 
P Kee SW Gen 
( 


Room temp, --- Compressive 
210 Compressive 


125 Tensile 


“Failure stress, corresponding to maximum test load, calculated by assuming a 
fully plastic rectangular stress distribution on beam cross section. 


TABLE III.- CREEP TEST CONDITIONS AND RESULTS 


Predicted 
tensile 
failure time, 


hr 
(fig. 8) 


Intermittent | 5,400 
Varied | Intermittent | 4,175 


“Bending stress in cover plate at beginning of creep test calculated from 
elementary beam theory. 
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TABLE IV.- CREEP TEST RESULTS FOR BOX BEAM 7 SUBJECTED ТО CONSTANT 


LOAD AND VARYING TEMPERATURES 


Part of lifetime 
Predicted tensile exhausted at each test 


failure time, temp., percent, i.e. 
hr (fig. 8) а 
—— X 100 


(3) 


Oo 


ro n rp 
"MERI рон = 
O — FF OLUWO 


219.5 
60.1 
36.6 
28.6 
22.5 
14.0 
2121 


- 
Q 
NI 


“Adjusted for heating and cooling periods reduced to equiva- 
lent time at test temperature. 
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Figure 1.- View of box beam showing support locations and points of 
application of loads. 
5-і. diam. rivets, + —in. pitch (see note) 
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Note: All rivets are flat-head AI7S-T4 except three inner rows in top cover which are Huck blind 
rivets, brazier head, type P4G. 


Figure 2.- Typical cross section of box beam. 


Figure 5.- Test equipment. 


«T 


OTEC МІ VOVN 


МАСА ТМ 5510 15 


Tee Re ene Та. = 


E 


- 
F "-a IL a 
= 


4- ұра. Ш Г LL dm 
e ser “ла 4 оче «Абы 


1=81512 
(о) Tensile failure, top cover plate. 2 


Figure h.- Typical failures of 2hS-T5 aluminum-alloy multiweb box beams 
in static-strength tests. 
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Figure 5.- Tensile and compressive stress-strain curves for 2465-75 aluminum ` 
alloy. Specimen thickness, 1/8 inch; strain rate, 0.002 per minute. 
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Box-beam static-strength test results 


о Compressive failure 
= п Tensile failure 


Maximum compressive 


z-hr exposure 


Stress, 


» ksi 
ш Ultimate tensile 


Maximum compressive 


= \ 


О 200 400 600 


Temperature, °F 


Figure 6.- Variations of ultimate tensile stress and maximum compressive 
stress with temperature for 2465-05 aluminum-alloy box beams. (Box- ` 
beam static-strength test results included.) 
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(a) Stations on longitudinal center line at which creep deflections 
were measured. = 


ВНА ЕН НЕ НЕ SR ORY p p Т 
RMAN = 


4 
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(b) Beam 4; test temperature, 375° F; tip load, 5,400 lb (85 percent of | 
load required: to produce immediate failure at 375° F). Tensile failure. 


Figure 7.- Creep deflections of 248-13 aluminum-alloy multiweb box beams. 
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Deflection, 


Time, hr 


(c) Beam 5; test temperature, 425° F; tip load, 5,150 lb (61 percent of 
load required to produce immediate failure at 425° F). Tensile failure. 
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(а) Beam 6; test temperature, 425° F; tip load, 3,400 lb (56 percent of 
load required to produce immediate failure at 5259 F). Beam temperature 
reduced to room temperature for 16 hours at each discontinuity. Compres- 
sive failure. 


Figure 7.- Continued. 
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Deflection, 


Time, hr 


(e) Beam T; test temperature varied; tip load, 4,175 lb. Beam temperature 
reduced to room temperature for 16 hours at each discontinuity. Tensile 
failure. 


Figure 7.- Concluded. 
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Figure 8.- Master rupture curve for 235-75 aluminum alloy and results of 


box-beam creep tests. 


